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CLAIMS 

1. Coated textile having printed patterns, 

characterized in that it comprises a textile underlayer 
'5 forming a backing and combined with a coating layer 
formed from a film based on a polyolefin component and 
on an EPDM-type elastomer, the said coating layer 
having printed patterns on its surface which is not 
bonded to the textile underlayer. 
10 2. Coated textile having printed patterns 

according to Claim 1, characterized in that the 
polyolefin component has a Shore A hardness of between 
3 0 and 50, preferably 4 0 Shore A. 

3. Coated^ textile . having printed patterns 

15 according tOy^ g ^ ilT^i . ^ of - Claimo 1 and characterized in 
that the polyolefin component consists of TPO-type 
polymers or copolymers ' chosen especially from 
.polyethylene, polypropylene and blends or copolymers 
thereof : 

2 0 4. Coated^ textile having printed patterns 

according to Tie- uT — Claitits — i — to 3* , characterized in 

that the polyolefin component content is between 15 and 
25 parts by weight with respect to the total weight of 
the composition. 
2 5 5, Coated.^ textile having printed patterns 

according to/^aiiy uiHw -ol — Gj^ajng^i 1 tn A, characterized in 
that the elastomer content is between 65 and 80 parts 
by weight . 

6. Coated . textile having printed patterns 

fi^ 30 according to^ &ny " on - e - e>f Claima — 1 to ^, characterized in 
that the composition of the coating layer is as 
follows: 

Polyolefin component 15 to 25 parts by weight 

EPDM-type elastomer v a 65 to 80 parts by weight 

Paraffin oil J 0 ..to 15 parts by weight 

Metallocene-very low density 10 to' 30 parts with -respect 

polyethylene to A - 

Polypropylene homopolymer 5 to 8 parts with respect 

to A 
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UV, heat stabilizer 0.4 to 0.6 parts with 

respect to A 

7. Coated ^ textile having printed patterns 

A according to/i nn y n w ii f ■ ^li i i i rn 1 -tn , characterized m 

that the coated textile furthermore has a printing 
primer deposited on the coating layer. 
5 8. Coated, textile having printed patterns 

A according to ^an-y^ - ohc of Claimo 1 to -6 ; characterized in 
that it is provided with a protective varnish applied 
to the printed coating layer. 

9. Coated , textile having printed patterns 
10 according to^ j^^^dnc - of Claimo- 1 to 8 *, characterized in 

that the underlayer forming a textile backing comprises 
or consists of a woven, a nonwoven or a mesh, 
preferably a woven or a nonwoven. 

10. Coated . textile having printed patterns 
15 according to^ ii^ ' ui i u-u f Claims 1 to - 6^ , characterized in 

that it is provided with a foam-rubber underlayer 
combined with the backing textile on its face on the 
opposite side from that bearing the coating. 

11. Process for the production of /k coated textile 
20 having printed patterns as defmd according to^ rt n y nnf? 
^ e > r' Claima 1 to - O^v characterized inythat: 

the process starts with yfe textile underlayer 
forming a backing; 

a coating layer, h4sed on a polyolefin 
25 component and on an elastome^ is deposited on the said 
backing layer; 

a surface treatn^nt is carried out on the 
coating layer; 

the pattern(^ or decoration (s) is (are) 
3 0 printed; and 

optionally, protective varnish is deposited. 

12. Process ^c/ording to Claim 11, characterized in 
that t he ^ o i g t i hfof ay o r — btB — are — d c ifined^ m — any ' one - — 
Claimo — 3 — to A , • 

^ 35 13. Procj^W--a^ording to/^, ti^iiLh k LJL" . — G-ldiuib — ±± — arrtd 

-i*, charact^i/ed in that the textile backing is of the 



. woven, nonwoven or mesh, preferably woven or nonwj^en, 

14. Process according tO/caR¥= — — — Gla;^fflfts — i-i — fe^ 
-rs*, characterized in that the textile /backing is 
provided with a foam-rubber underlayer its face on 
the opposite side from that to which/the coating is 

15. Process according to^ ^ny ern e — — Glaxms 11 t-o 
characterized in that the coding layer is applied 

to the textile backing by calendl^ring . 

16. Process according ■ toA/a#iy; — ene ' of Claim s — i-i — &o 
.3^, characterized in that the coating layer is applied 
to the textile backing by /extrusipn. 

17 . Process according tO/^-afty — ©si©— e± — Claimo — 3^^: — 

5 characterized' irr that the surface treatment 

comprises an elect/ical treatment and/or chemical 
deposition of a P^^^^^^^^P^^^^^^I^^ 

18. Process y^cp^r'^^ng to /^as^ — qb.@ — — Claims — 3ri — fe^ 
At 3^ character^ad in that the printing of the 
0 patterns/or d^orations is carried out by heliogravure. 

19. Articles comprising a .^coated textile having 
printed patterns according tOyv^ any one — erf Cldliut. ± — fe^ 

20. Articles according to Claim 19, consisting of 
5 printed tablecloths. 

21. Articles according to Claim 19, consisting of 
printed wall textiles. 



